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Transparent aq. solns . of Sn cpds . are prepd. by reacting an Sn 
carboxylate (I) with H202 in an aq. medium, using at least 1.5 mole 
H202 per mole of (I) . 



Pref. the solns. also contain a dopant (esp: Sb203) in an amt . of 
0.01-0.35 mole per mole of (I). The solns. are converted to 
transparent Sn02 by calcining at a temp, above 4 00 deg.C. 

USE/ADVANTAGE - The solns. are useful for prodn. of transparent 
conductive films of Sn02 , e.g. useful as transparent electrodes, 
heating elements, resistors or IR reflectors. The solns. give Sn02 
with good transparency, uniformity, compactness and conductivity 
ABSTRACTED - PUB - NO : 

EP 235968B 

EQUIVALENT -ABSTRACTS : 

A , transparent aq. tin cpd. soln. obtd. by reacting a tin carboxylate 
with hydrogen peroxide in the molar ratio of 1:1:5 or above in an aq. 
medium. (7pp) 



US 4873352A 



A transparent aqueous tin compound soln. is prepared by preparing an 
aqueous soln. containing up to 20 

tin oxalate and then adding 1.6-2.2 mol . of hydrogen peroxide. The 
reaction is conducted at a temp, between ambient temp, and the boiling 
point for the soln. The mixture being stirred for 5-20 mins . 

ADVANTAGE - The soln. can be applied to suitable substrates and 
calcined to give transparent electrically conductive coatins of tin 
oxide. (4pp)a , 
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Transparent aqueous tin compound solution and method of producing transparent conductive tin oxide. 



@ By reacting a tin carboxyiate with hydrogen peroxide at a 
particular ratio in an aqueous medium, this invention provides a 
transparent aqueous tin compound solution which can finally 
form, in an industrially advantageous manner, tin oxide having 
excellent transparency, uniformity, compactness, conductivity 
etc. 
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TRANSPARENT AQUEOUS TIN COMPOUND SOLUTION AND METHOD 
OF PRODUCING TRANSPARENT CONDUCTIVE TIN OXIDE 



Background of the Invention 

a) Field of the Invention 

This inventin relates to a transparent aqueous tin compound 
solution suitable for forming transparent conductive tin oxide a;id to a 
meJthod of producing transparent conductive tin oxide using said aqueous 
solution. 

b) Description of the Prior Art 

In recent years, accompanied with the remarkable development in f .he 
field of electro-optical elements, attention is paid to tiansparent 
conductive membranes of the type of SnO a or ln 2 0 3 . They are actively 
developed, for example, as transparent electrodes of various optical 
devices such as those of electro- luminescence, liquid crystals, image 
accumulation devices, etc; as heating elements or resistors utilizing 
their heat resistance and anti-abrasion properties; as solar cells 
uitizing their high conductivity; or as selective permeable membranes 
for use in solar heat electricity generation utilizing their hmh 
reflexibility in infrared. 

Among the methods of forming these transparent conductive membranes 
are known: 
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(1) chemical vapor deposition method, 

(2) vacuum evaporation method. 

(3) sputtering method, 

(4) coating method. 

All of the above-mentioned methods (l)-O) use complicated 
apparatus and are inferior in operabiiity. In addition, they usually 
necessitate an etching step after membrane formation, to form a pattern. 
In the method (4) also, when using an inorganic salt such as SnCU 
for example, since, hydrogen chloride or other chloride gases are 
generated upon heat decomposion, severe corrosion of the apparatus takes 
place. Also, the chlorine remaining in the membrane may become a cause 
of impairing the conductivity. There are also methods of using organic 
acid salts such as octyl acid tin salt or an organic complex. But in 
these methods, there are problems such that the uniformity of the 
membrane is impaired upon heat decomposition or gelation of the coating 
liquid takes place. Moreover, they have defects such that the formed 
membrane is uneven, cloudy and is liable to get hurt. 

We, the inventors, taking the above-mentioned problems of the 
prior art into account, carried on further studies, and as a result, we 
attained this invention. 

The object of this invention is to provide a transparent aqueous 
tin compound solution which has no restriction or problem on the 
apparatuses high applicability, and can finally form tin oxide having 
excellent transparency, uniformity, compactness and conductivity, in an 
industrially advantageous manner, and to provide a method of producing 
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transparent conductive tin oxide by using said aqueous solution. 

Summary of the Invention 

The above-mentioned object of this invention is attained by a 
transparent aqueous tin compound solution formed by reacting a tin 
carboxylate with hydrogen peroxide in molar ratio of 1:1.5 or above, in 
an aqueous medium, and by calcinating said aqueous solution at a 
temperature above 400°C. 

Detailed Description of the Invention 

As the tin carboxylates used in this invention may be mentioned for 
example, stannous formate, stannous acetate, stannous oxalate, stannous 
tartrate, etc. However, for the attainment of this invention, stannous 
oxalate is preferable. 

The quantity of hydrogen peroxide should be 1.5 mol or more, 

preferably within the range of from 1.6 to 2.2 mol for one mol of the 

tin salt When the quantity goes beyond the lower limit of the range, 

the compactness and conductivity of the finally obtained tin oxide 

will be lowered, and also no improvement in performance will be observed 

even if it is used in a quantity more than the actual necessity. 

As the aqueous medium, water is usually used, but an amount of a 
water-miscible organic solvent may be used together in a range in which 

a viscosity rise or gelation of the reaction-produced solution will not 
occur. 

The method of producing the aqueous solution of the object is to add 
a tin carboxylate to an aqueous medium under stirring and then add a 
prescribed quantity of hydrogen peroxide. 
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Even if the reaction is initiated at room temperature, 
there are cases where boiling may take place by the reaction 
heat. Therefore. when the reaction is conducted at a 
temperature below the boiling point it is desirable that 
the concentration of the tin carboxylate should be 
determined generally below 20 weight X, preferably below 18 
weight ' X. 

In order to provide a transparent aqueous solution in 
which a dopant is uniformly contained and which can 
finally form tin oxide having excellent transparency, 
uniformity, compactness, conductivity, eta, it is desirable 
to make a dopant coexist in the reaction system. Among such 
dopants may be mentioned compounds containing elementes of 
lb Group such as Cu, Ag, Au; those of Ilia Group such as Ce, 
Eu; those of Va Group such as V, Nb, Ta; those of Vb Group 
such as As, Sb, Bi; those of Via Group such as Cr f Mo, W? those of 

Vila Group such as Re; those of VIII Group such as Ru, Rh, 
Pd, Os* Ir, Pt; and fluorine. Among others, compounds 
containing elements selected from lb, Va, Vb, Via, VIII Groups 
and fluorine are preferable. Especially, coexistence 

of antimony oxides such as Sb 2 03. Sb 2 CU. Sb 6 0i 3 . etc in the 
reaction system makes it possible to form a uniform, 
reaction-produced transparent aqueous solution, and finally 
nakes it possible to provide tin oxide having very good 
conductivity, Therefore, such coexistence is desirable. 
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Desirably, the quantity of such a dopant to be used 
should be determined to be in the range of from 0.01 to 0.35 
nol, preferably from 0.03 to 0-25 mol , for one mo I of 
tin carboxylate. 

In this way, a transparent aqueous solution of the tin 
compound showing a pH below 1.5 can be obtained in a 
reaction time usually from 5 to 50 minutes. The aqueous 
solution without any treatment, or after suitable 
concentration or addition of a dopant, can be subjected to 
shaping, such as formation of a menbrane on a substrate such 
as a glass plate, or after being made into powder by a 
suitable operation such as spray drying, it can be 
calcinated to produce conductive tin oxide. 

The calcination conditions employed are generally 
temperatures from 400°C to 1000°C, preferably from 500° to 
800°C, for 0.5 to 5 hours, preferably for 1 to 3 hours. 

As mentioned above, from the transparent aqueous tin 
compound solution of this invention, it is possible to form 
tin oxide of excellent transparency, uniformity, 
compactness, conductivity, etc. in any form such as powder, 
membrane, etc., without using any complicated apparatus or 
without any problem of inferior operability. These are 
the characteristic advantages of this invention. 

Thus, the transparent aqueous tin compound solution and 
the tin oxide produced from said aqueous solution are used 
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in the use fields of fillers, paints, membranes, etc. for 
which conductivity is especially required, or in various use 
fields such as transparent heating elements, gas sensors, 
infrared reflexing membranes, lithium ion selective 
adsorption agents, catalysts, f 1 arae-re tardants , e tc. 

Ex amp 1 es 

This invention will be explained in detail by way of 
Examples in the following. In the Examples, the 
conductivity was obtained as follows: 

The reaction-produced liquid is spray-dried and 
pulverized by weans of a ball mill into particles having an 
average particle diameter of about 5 * . The particles are 
calcinated at 500*C for 3 hours to produce a sample. One 
gram of the sample is packed into an electrode for solid 
matter use (SE-70 type) , produced by Ando Denki Co. Then the 
electrode spring is set, and by means of a LCR-raeter (AX-221 
type) produced by ADEX Co. Ltd., the electric res-retance (Q) 
is obtained. 

The bulk density (g/nl) was obtained as follows: 

A sample of 10 g is packed into a cell {inner 
diameter: 20.5 ram; length: 50 ram). The compressed heights 
(h mm) are obtained under various loads of the electrode 
piston (inner diameter: 20 am, length: 60 mm). 

The resistivity (Q.cm) was obtained by measuring the 
electric resistance R (Q) using a four probe ohm meter (3224 



type) produced by Hioki Denki Co. Ltd. 
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Example 1 

Stannous oxalate (SnCaO*) was added to water of room tem- 
perature and the mixture was stirred to form a slurry. An 
aqueous 35 weight % hydrogen peroxide solution was added to 
the slurry in the ratios shown in Table 1 below for one mol 
of SnC 2 0 4 to react for 30 minutes, producing 5 kinds of 
transparent aqueous solutions (A-E). The concentration of 
SnC 2 0* in each raction system was determined at 15 weight X. 

The pH value of each reaction-produced liquid as well 
as the bulk density and conductivity of the calcinated 
samples were measured. The results are shown together in 
Table 1. 

Table 1 



Sample 


H 2 0 2 
(mol) 


pH of the 
reaction- 
produced 
' liquid 


Calcinated sample 


Bulk 
(g/ml) 


density 
* 


Cond^tivity 
( k Q) 


A 


1.0 


1.7 




2.4 


1.600 


B 


1.3 


1.7 




2.4 


1,400 


C 


1.6 


0.8 




3.2 


160 


D 


2.0 


0.6 




3.4 


150 


E 


2.2 


0.6 




3.3 


150 



* Values under the load of 1 t/cm 2 
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From the above Table, it is clearly understood that by 
following this invention, it is possible to provide a 
transparent aqueous tin compound solution which can form tin 
oxide having high compactness and exhibiting excellent 
conductivity. 

On the other hand, to a 15 weight X aqueous solution of 
stannic chloride, an aqueous ammonium solution was added so 
that the pH of the solution became 8, thereby to produce 
colloidal stannic hydroxide. The colloidal stannic 

, hydroxide was evaluated in the same way as above. The 
bulk density was 2.2 g/ml and the conductivity was 1,700 kQ. 
Example 2 

Five kinds of transparent aqueous solutions (F-J) were 
produced in the same way as Example 1 (D) except that 
amounts of Sb 2 03 shown in Table 2 below were added for one 
mol of SnC 2 04. The values of the conductivity- of these 
solutions were measured, and the results are shown in Table 
2. 



Table 2 



Sample 


F 


G 


H 


1 


J 




Quantity of Sb 2 0 3 
added (mol) 


0.005 


0.03 


0.05 


0.25 


0.35 




Conductivity Q 


135 


•3 


1 


3 


30 





WEST 



0235968 

The conductivity of the dispersion liquid obtained by 
adding 0.1 mol Sb 2 0 3 to Example 1 (D) was 12 kfl. 
Example 3 

Two kinds of transparent aqueous solutions (K and L) 
were produced by adding SnCsCh to room temperature water and 
adding 1 mol or 2 mol of a 35 weight % aqueous H 2 0 2 solutin 
for 1 mol of SnCzO* under stirring to react for 30 minutes. 
Transparent aqueous solutions (M amd N) were produced 
in the same way as above except that one mol of Sb*0 3 for 
one mol of SnC 2 u\ was added together with SnCzO*. The 
concentration of SnCzO* in the reaction system was 
determined to be 15 weight X in each case. 

After spray-drying the thus obtained aqueous solutions 
(K-N), the resulting solid matter was pulverized into 
• partcles of average particle diameter of about 5 fl by means 
of a ball mill. The particles were then calcinated in air 
at, 500°C for 3 hours, thus producing 4 kinds of tin oxide 
, powder < (K-N). The bulk density and resistivity were 

measured under a load of 1 t/cm 2 . The results are shown in 
Table 3. 



Table 3 



Sample 


Quantity added for 
of SC2O4 


1 mol 


Bulk density 
(g/ml) 


Resis- 
tivity 
(fi.cm) 


H2O2 (mol) 


Sb 2 0 3 


(mol) 


K 


1 




0 


2.4 


4 


* 10 2 


L 


2 




0 


3.4 


5 


> 1U 1 


M 


1 




0.1 


2.4 


8 


x 10- 1 
















N 


2 




0.1 


3.4 


7 


x 10~ 2 



-10- 



0235968 



It is understood from the above Table that by 
determining the quantity of M2O2 within the range of this 
invention, it is possible to improve the conductivity, and 
by adding a dopant the conductivity is remarkably elevated. 
Example 4 

Under various loads, measurement of bulk density and 
resistivity was made on Example 3 sample N and tin oxide 
conductive powder T-l produced by Mitsubishi Metal Co.Ltd. 

The results are shown in Table 4. 

1 - Table 4 



Load (t/cm 2 ) 


1 


2 


3 


4 


5 


Bulk 


Sample N 


3.4 


3.8 


4.0 


4.2 


4.3 


density 














(g/ml) 


T-l 


12 


2.7 


3.3 


3.9 


4.3 


Resis- 
tivity 
(0. cm) 


Sample N 
T-l 


7xl(r 2 
8x10"' 


4xl0- 2 
7.5xl0- 1 


3.4xl0* 2 
7x10*' 


3.2x10-* 
7x10-' 


3.0x10-* 
7.0x10"' 



It is clearly understood from the above Table that the 
product of this invention has excellent conductivity under 
every load. 

Four kinds of tin oxide powder (0-R) were produced in 
the same way as Example 3 sample N except that the kind of 
dopant was varied. 
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The resistivity under the load of 1 t/cm 3 was measured 
for each sample. The results are shown in Table 5. 



t 


Table 


5 


Sample 


Kind of dopant 


Resistivity (n.cm) 


0 


SnF 2 


11 


P 


Cu(HC00) 2 


34 


Q 


Nb 2 0 5 


38 


R 


Ce 2 <C 3 l)4)3 


23 


L 


none 


50 



Example 6 

Six kinds of tin oxide powder (S-X) were produced in 
the same way as Example 3 sample N except that the quantity 
of SbzOa was varied. 
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The values of resistivity of these samples under the 
load of 1 t/crn 2 are shown in Table 6. 

Table 6 



bample 


o 
o 


T 


1 1 

u 


it 

Y 


W 


v 

A 


Quantity of 
Sb 3 0 3 added 
(mol) 


0.01 


0.03 


0.05 


0.25 


035 


0.4 


Resistivity 
( Q .cm ) 


7xl0- f 


ixia- 1 


8xl0* 2 


5x10* 


2xl0 2 


3xl0 : 



Example 7 

The transparent aqueous solution (N) of Example 3 was 
spinner coated at 3,000 rpm onto a quartz glass substrate, 
and was calcinated in air at 700°C for two hours to produce 
a transparent conductive membrane. 

The properties of the membrane are shown in Table 7. 

Table 7 



, 

Membrane 


Percent 


Surface 


Membrane 




thickness 


transmittance 


resistivity 


surf a ce 




(A) 


(36 ) 


(G/D) 






300 


90 


200 


smooth.uniform 
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CLAIMS 

1. A transparent aqueous tin compound solution 
obtained by reacting a tin carboxylate with hydrogen 
peroxide in the ratio of 1 : 1.5 or above in an aqueous 
medium. 

2. The transparent aqueous solution as claimed in 
Claim 1 obtained by making coexist in the reaction system, a 
dopant of a quantity of from 0.01 to 035 mol for one mol of 
the tin carboxylate. 

3. A method of producing a transparent conductive tin 
oxide characterized by reacting a tin carboxylate with 
hydrogen perxide in the ratio of 1 : 1.5 or above in an aqueous 
medium, and calcinating the thus-obtained transparent 
aqueous solution at a temperature above 400°C. 

4. The method as claimed in Claim 3 wherein a dopant 
is made to coexist in the reaction system in H;he ratio of 
from 0.01 to 0.35 mol for one mol of the tin carboxylate. 
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